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What Is Claimed Is: 

v,^^ for a semipermeable membrane, 

. Arized in that said support member comprises a 
charactWized xn breaking lengths 

V^v^i-ir having a mean value or 
nonwovenYabric navmy 

\ f s ^ in lengthwise direction (MD) and 
at elongatW of 5 % m leng 

\ V (rn^ of 4.0 km or more and an air 
crosswise direction (CD) or 4 . 

i_-T^+-„ \f 0 2-10.0 cc/cm^-s.- 
permeability 0 . 2 semipermeable membrane 

2 The sutoport member for a semxp 

H- a to claV 1^ whe-- ^^^^ comprises 
according to clam , ^.^^ fiber 

..„i„. a double .eXcU^... o. O.X.O o. a„a 

onnV^ \i.lO-0.60 g/d. 
stress '-"W/ ..„,pe™ea..e .e^rane 

3 The support me^er roi- 

. ,m r wherein said support member 

according to claim 1 ^ 

..rises the nonwoven fa\ic mainly composed of 
comprises V refraction (An) of 0.170 or 

r^nlvester fiber having a doiible reira 

^ ^ . \(200°C) of 0.10-0.60 g/d and 

more, a heat shrinkage stress\(200 C) o 

. , fibAof 1.0-8.0 denier, and a 
a mean fineness of single fibeAof 

n o^^r- fiber i\ 30-70 % by weight, 
content of the polyester fiber 15 ^^^^rane 
4 The support member for a\emipermeable mexrO^rane 

JLjia:;;^. whXem the polyester fiber 
according tO/^u«,^-^*%r«i^e^=«^^^ ^ . , ^,,1 unit 

mainly com^sed of diol unit 
is poly(alkylene arylate) mainiy i^v 

... a.ca..oxvUc aC. u..t se.ecteX..o. te.ep.t.a..c 
.4a unit an./or napht.alenedicarboxyUc k^d un.t^ 
1 , process for preparing a support W for a 

semipermeable .e:.brane whioK comprises .i. f\"in^ ^ 
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Sjaonolayered paper web by making a paper from the material 
comprising the polyester fiber having a double refraction 
(AnKof 0.170 or more and a heat shrinkage stress (200 'C) 
of O.IvO-0.60 g/d and a heat weldable binder fiber in a 
weight fsatio of 70:30-30:70, and (ii) subjecting the 
monolayered paper web or a laminated web comprising at 
least the mJmolayered paper web to a heat treatment under 
pressure to b\nd the fibers each other or (iii) subjecting 
the monolayeredv paper Wfeb to a heat treatment under 
pressure to bindxthe fii^rs each other, and laminating the 
monolayered paper v^eb lor Mother fibrous web on the heat- 
treated monolayered {Daper web and then subjecting the 
laminated webs to a heat treatment under pressure to bind 
them in a body. \ 

6. The process for pireparing a support member for a 
semipermeable membrane accoVding to claim 5, wherein the 
heat weldable binder fiber is\a polyester fiber. 

7. A semipermeable membrane having a support member 
wherein a semipermeable film is rormed on one side of the 
support member for a semipermeableVnembrane according to 



I 8. A nonwoven fabric having a meam value of the 
breaking lengths at elongation of 5 % ii\ lengthwise 
direction (MD) and crosswise direction {CDi of 4,0 km or 
more and an air permeability of 0.2-10.0 ccApm^-s. 



